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Amendments to the Claims 

1. (Currently Amended) A laser markable composition hav i ng las e r mark i ng 
prop e rt i es comprising a polymeric material, mica or a micaceous material, metal 
sulphide and one or more non-black organic pigments, wherein the metal sulphide is 
ranges from 0.05 to 3% by weight and wherein the polymeric material is a polvolefin 
or a thermoplastic polyurethane and wherein the laser markable composition is 
made by an extrusion process, press moulding, injection moulding or blow moulding 
a resin select e d from th e group cons i sting of polyolef i ns, polyur e thanes, 
polycarbonates, polyest e rs, rubb e r modified monovinylid e ne, aromatic resins, 
polyetherimid e s, polyamid e s, polyimid e s, poly e st e r carbonates, polyphenyl e ne 
sulphid e s, polyamid e imies, polyest e ramid e s, polyether esters, polyeth e rimid o 
e st e rs, polyarylatos, polym o thy l p e nt e nos, polysulfon e s, poly o thersulfon o o, 
polystyren e s, rubb e r modifi e d high impact polystyrenes, polyoxym o thyl e ne, styron o 
mal e ic anhydrid e copolym e rs, acrylonitril e styr e ne acrylat e copolymers, acrylonitri l e 
butadiene styr e n o copolym e rs (ABS), polyphenylen e eth e rs, poly o thor keton e s, 
chlorinat e d polym o rs, fluorinated polymers, and liquid crystal polym e rs , 

2. (Previously Presented) A composition according to claim 1, wherein there is a 
coating comprising a metal oxide on part or whole of the surface of the mica or 
micaceous material. 

3. (Previously Presented) A composition according to claim 2, wherein the metal 
oxide comprises antimony oxide, titanium oxide and/or a tin oxide. 

4. (Previously Presented) A composition according to claim 1, wherein the metal 
sulphide is selected from the group consisting of cadmium sulphide, iron sulphide, 
zinc sulphide and mixed sulphides comprising cadmium, iron or zinc as one of the 
metals. 
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5. (Original) A composition according to claim 4, wherein the metal sulphide is zinc 
sulphide. 

6. (Previously Presented) A composition according to claim 1 , wherein the mica or 
micaceous material is present in an amount ranging from 0.05 to 2 percent by 
weight, based on the total weight of the composition. 

7. (Cancelled) 

8. (Previously Presented) A composition according claim 1 , wherein the amount of 
metal sulphide in the composition is sufficient to produce a dark marking on an 
article moulded from the said composition when it has been irradiated with a laser 
beam at a radiation level of 5-50A at a frequency of 1 -100kHz in the range of 500- 
2100nm. 

9. (Previously Presented) A composition according to claim 8, wherein the amount 
of mica or micaceous material is from 0.1 to 0.5 percent by weight, each amount 
based on the total weight of the composition. 

10. (Previously Presented) A composition according to claim 9, wherein the amount 
of metal sulphide is from 1 .0 to 2.5 percent by weight, based on the total weight of 
the composition. 

11. (Previously Presented) The composition according to claim 1, wherein the 
amount of non-black organic pigment is from 0.01 to 10.0 percent by weight, based 
on the total weight of the composition. 

12. through 31. (Cancelled) 
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